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Description 

The present invention relates to a solid base, a process for preparing the same and use of the same in 
the preparation of internal olefins. More particularly, it relates to a solid base obtainable by reacting alumina, 
5 an alkali metal hydroxide and an alkali metal hydride at a specific temperature in an inert gas atmosphere 
or by reacting water-containing alumina and an alkali metal hydride in a specific ratio at a specific 
temperature in an inert gas atmosphere, a process for preparing said solid base and a process for 
preparing an internal olefin by the use of said solid base. 

A solid base is useful as a catalyst used, for example, in isomerization of olefins, hydrogenation and 
TO dehydrogenation. 

For example, an alkali metal dispersed on an anhydrous carrier with a large surface area (e.g., activated 
carbon, silica gel or alumina is a known solid base (cf. J. Am. Chem. Soc. 82. 387 (1960)). However, the 
dispersion catalyst has unsatisfactory handleability and less safety since it ignites and loses its activity on 
contact with air. Further, the dispersion catalyst has unsatisfactory catalytic activity. 

75 The present inventors have proposed a solid base which is prepared from alumina, an alkali metal 
hydroxide and an alkali metal or from water-containing alumina and an alkali metal. The solid base has 
more excellent catalytic activity and a higher stability to air than the alkali metal dispersion catalyst (cf. JP- 
B-3274/1975 and 21378/1982 and US-A-3.808.152, 3,897.509 and 3.928.485). However, such solid base is 
still unsatisfactory since an alkali metal should be used for its preparation and its catalytic activity is not 

20 satisfactory. 

Also known is a base catalyst comprising an alkali metal hydride (cf. JP-A-1 21 753/1 978 and 
134736/1984). Since the alkali metal hydride can act as a catalyst in the presence of ammonia or hydrazine, 
it has some drawbacks such that a purification apparatus for separating and removing ammonia or 
hydrazine is required and the catalytic reaction is troublesome due to the use of ammonia or hydrazine. 
25 One object of the present invention is to provide a solid base with improved catalytic perfomnances. 

/Vnother object of the present invention is to provide a solid base with improved stability and 
performances formed from alumina, an alkali metal hydroxide and an alkali metal hydride or water- 
containing alumina and an alkali metal hydride, 

A further object of the present invention is to provide a process for preparing an internal olefin by the 
30 use of a solid base of the present invention. 

These objects are accomplished by a solid base according to the present invention which is obtainable 
by reacting alumina with an alkali metal hydroxide and an alkali metal hydride or reacting water-containing 
alumina with an alkali metal hydride in an amount more than the molar equivalent of water contained in the 
water-containing alumina, at a temperature range of from 200 to 500* C in an inert gas atmosphere. 

In the first embodiment of the present invention, the solid base is prepared by reacting alumina with an 
alkali metal hydroxide and an alkali metal hydride. 

Examples of the alkali metal hydroxide are lithium hydroxide, sodium hydroxide, potassium hydroxide, 
mbidium hydroxide and cesium hydroxide and mixtures thereof. It may be used in a solid or liquid state or 
in the form of an aqueous solution. 

As the alkali metal hydride, a hydride of an alkali metal of Group 1 of the Periodic Table such as 
sodium, potassium and lithium is used. The alkali metal hydrides may be used as a mixture of two or more 
of them. 

As a combination of the alkali metal hydroxide and the alkali metal hydride, a combination of an alkali 
metal hydroxide and its corresponding hydride, for example, a combination of sodium hydroxide and 
45 sodium hydride or of potassium hydroxide and potassium hydride is preferably used, although a combina- 
tion of an alkali metal hydroxide and a hydride of other alkali metal, for example, a combination of 
potassium hydroxide and sodium hydride or of sodium hydroxide and potassium hydride may be used. 
From a practical approach, a combination of sodium hydroxide and sodium hydride is used. 

An amount of the alkali metal hydroxide is 5 to 40 % 'by weight, and an amount of the alkali metal 
50 hydride is 2 to 10 % by weight, preferably 4 to 9 % by weight, both based on the weight of alumina in view 
of the catalytic activity of the prepared solid base. 

Usually, alumina with a relatively large surface area such as x; p*. i; 7". 5-. x- and fl-alumina is used. 
Among them, r. x-. p- and 7;-alumina are preferred in view of the catalytic activity. Since alumina acts as a 
carrier as well as a reactant with the alkali metal hydroxide and the alkali metal hydride, an alumina- 
55 containing compound such as kaolin and alumina silicate may be used in place of alumina. However, the 
use of alumina is preferred. 

According to the present invention, alumina, the alkali metal hydroxide and the alkali metal hydride are 
reacted at a specific temperature in an inert gas atmosphere as described above to prepare the solid base 
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with improved properties. As to the preferred sequence of the reactions, alumina and the alkali metal 
hydroxide are first reacted and followed by reacting the reaction product with the alkali metal hydride. 
As the inert gas, nitrogen, helium, argon and the like can be used. 

In the present invention, the properties of the prepared solid base are influenced by the reaction 
5 temperatures. Particularly, the catalytic activity of the solid base is greatly affected by the temperature at 
which the alkali metal hydride is reacted. 

Alumina and the alkali metal hydroxide are reacted at a temperature range of from 200 to 500 *C. 
preferably from 250 to 450* C, and the alkali metal hydride is reacted at a temperature range of from 200 to 
500* C, preferably from 250 to 450* C. more preferably from 280 to 380* C. By reacting the compounds at 
10 such temperatures, the solid base prepared is characterized with a significantly high catalytic activity in 
comparison with the conventional solid bases. Therefore, even in a small amount, the solid base of the 
present invention can effectively catalyze objective reactions. 

The reaction time varies with other reaction conditions such as temperature. The reaction of alumina 
and the alkali metal hydroxide may be completed within 0.5 to 10 hours, and the subsequent reaction of the 
15 reaction product with the alkali metal hydride may be completed within 10 to 300 minutes. 

In addition to the above method, according to the present invention, the solid base can be prepared by 
reacting water-containing alumina with an alkali metal hydride. 

Various types of water-containing alumina can be used except for a-alumina. 

Generally, alumina is produced by calcining aluminum hydroxide. According to the calcining tempera- 
20 ture and time, alumina has various metastable states and the water content varies so that various type of 
alumina are produced, in the present invention, such alumina may be used. Preferably, water-containing 
alumina with a large surface area such as 7-, x'* p- and ^alumina are used. 

Although it is rather difficult to measure the water content of alumina, the water content may be 
determined by weight loss upon heating during a heating period in which alumina in its original state is 
25 changed to o-alumina which contains no removable water. Usually, the water content of water-containing 
alumina is 1.2 to 10 % by weight, preferably 2 to 7 % by weight in terms of weight loss upon heating. 

The alkali metal hydride used in this preparation is the same as described above, and preferably 
sodium hydride, potassium hydride and lithium hydride. The total amount of the alkali metal hydride to be 
reacted is greater than the amount which corresponds to the molar equivalent of water contained in alumina. 
30 Preferably, the alkali metal hydride is used In an amount of 1.01 to 2 time molar equivalents of water 
contained in alumina in total. 

According to the present invention, the alkali metal hydride may be reacted in one portion with the 
water-containing alumina, or the alumina water-containing alumina is reacted with the first portion of the 
alkali metal hydride in an amount of not more than the molar equivalent of water contained in alumina, for 
35 example, an amount that corresponds to 0.2 to 1 time molar equivalent of water, and then the second 
portion of the alkali metal hydride is reacted with the reaction product, in the latter case, the type of alkali 
metal hydride first reacted and the type of alkali metal hydride subsequently reacted may be the same or 
different. The alkali metal hydride is commercially available in the form of a powder or a dispersion in an 
inert medium such as mineral oil. When the dispersion of alkali metal hydride in the inert medium is used, it 
40 may be added to the reaction mixture as such or after removing the medium. 
As the inert gas, the above described gases are used. 

Also in this second preparation of a solid base, the reaction temperatures, particularly in the above latter 
manner, the reaction temperature in the second step, have significant influences on the properties of the 
solid base formed. " 

45 A reaction temperature range is from 200 to 500* C, preferably 250 to 450 'C, more preferably 280 to 
380* C. 

By reacting the compounds at such temperatures, a solid base having a significantly high catalytic 
activity is prepared. Therefore, even in a small amount, the base of the present invention can effectively 
catalyze objective reactions. 
50 The reaction time varies with other reaction conditions such as the reaction temperature. Usually, it is 
from 15 minutes to 10 hours. 

According to the present invention, the solid base is prepared from the alkali metal hydride which is 
easily handled and has much higher catalytic activity in the absence of any aid such as ammonia and 
hydrazine. Further, the solid base prepared by the present Invention can effectively catalyze various 
55 reactions even in a small amount. 

For example, the solid base of the present invention can be used to catalyze isomerization of olefins 
and condensation reactions which are promoted by a base. 

Among these reactions, isomerization of olefins is significantly catalyzed by the solid base of the 
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present invention. For example, isomerization of a tenninal olefin to a more stable internal olefin is 
effectively catalyzed. 

Now, the preparation of internal olefins by the use of the solid base of the present invention is 
explained. 

5 Examples of olefins to be isomerized are tenminal olefins such as unsaturated aliphatic compounds (e.g. 
1-butene, 1-pentene. 1-hexene. 1-heptene, 1-nonene, 1-decene, 2-methyl-l -butene, 3-methyI-1 -butene, 4- 
metyM-pentene, 3-methyl-1 -pentene, 2-methyl-l -pentene and 2,3-dimethyl-l -butene aromatic compounds 
(e.g. allylbenzene and allyltoluene bridged ring compounds (2-isopropenylnorbomane, 5-isopropenyl-2- 
norbomene, 5-vinyl-2-norbomene and 6-methy!-5-vinylnorbornene), cyclic compounds (e.g. 

10 methylenecyclopentane and methylenecyclohexane). diolefins (e.g. 1 .4-pentadiene, 1 ,5-hexadiene, 2,5- 
dimethyl-1 ,4-hexadiene and 2.5-dimethyl-l .5-hexadiene), and compounds having an intemai double bond 
which can be isomerized to a more stable position (e.g. 4-methyl-2-pentene and 5-(2-propenyl)-2-norbor- 
nene). 

In the preparation of intemai olefin, the amount of solid base catalyst to be used is from 1/3,000 to 1/20, 
75 preferably from 1/2,000 to 1/50 part by weight per part of the raw material olefin. It is not necessarily 
required to heat the reaction system since isomerization proceeds at room temperature, although the 
reaction system may be heated. Usually, the isomerization temperature is from -30 to +120*C, preferably 
from -10 to +100'C. 

Optionally, an inert solvent may be used. Examples of the inert solvent are hydrocarbons such as 
20 pentane. hexane, heptane and dodecane. Preferably, the isomerization is carried out in the absence of the 
solvent or in the presence of a solvent which can be a solvent in a subsequent step. 

The isomerization is carried out batch wise or continuously. Preferably, the raw material olefin is 
pretreated with a drying agent such as alumina. For assuring the complete proceeding of reaction, the 
isomerization may be carried out in an atmosphere of an inert gas such as nitrogen, helium and argon. 
25 The isomerization product is usually analyzed by a method such as gas chromatography and isolated 
from the catalyst in a conventional manner such as filtration or decantation. 

According to the present invention, the solid base is prepared using an alkali metal hydride which is 
easily handled, and moreover it has high catalytic activity without using ammonia or hydrazine. Thus, a 
small amount of the solid base can effectively isomerize the olefin to give the intemai olefin with a high 
30 yield without tine fonmation of by-products such as polymerized materials. 

Practically and presently preferred embodiments of the present invention will be illustrated by following 
examples. 

Example 1 

35 

To a 100 ml flask, 7-aIumina (26.6 g) was added and heated to 500 'C under nitirogen with stirring at 
the same temperature for one hour. After cooling to 330* C, sodium hydroxide (2.5 g) was added thereto 
and stirred at the same temperature for 3 hours. 

Then, sodium hydride (1.23 g) was added. Before the addition, sodium hydride which was commercially 
40 available was washed with hexane under nitrogen and filtered to remove the mineral oil and dried. The 
reaction mixture was heated to 330 *C witii stirring and further stirred at the same temperature for one hour. 
Then, it was cooled to room temperature to obtain a solid base (27,8 g). 

Examples 2-5 and Comparative Examples 1-3 

In the same manner as in Example 1 but using alumina, alkali metal hydroxide, alkali metal hydride and 
reaction conditions shown in Table 1, each solid base was prepared. 
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55 Example 6 



To a 200 ml flask in nitrogen atmosphere, the solid base prepared in Example 1 (0.19 g) and then 5- 
vinyl-2-norbornene (hereinafter referred to as "VNB") (purity. 99.9 %) (97.1 g) were added and the resultant 
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mixture was stirred at a temperature of 15-20 C for 20 hours. Thereafter, the catalyst was filtered off to 
obtain a reaction mixture (96.2 g). Gas chromatographic analysis of the mixture revealed that 99.4 % of 5- 
ethylidene-2-norbomene (hereinafter referred to as "ENB") and 0.5 % of VNB were contained in the 
product 

Examples 7-10 and Comparative Examples 4-6 

In the same manner as in Example 6 but using the solid base and reaction conditions shown in Table 2, 
VNB was isomerized to ENB. The results are also shown in Table 2. 
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Example 11 

To a 100 ml flask in nitrogen atmosphere, the solid base prepared in Example 1 (0.22 g) and then 5- 
isopropenyl-2-norbornene (10.1 % of exo form and 89.9 % of endo form) (26.4 g) were added and stirred at 
a temperature of 15-20*C for 16 hours. Gas chromatographic analysis of the resulting reaction mixture 
revealed that 99.2 % of 5-isopropylidene-2-norbornene and 0.3 % of exo-5-isopropenyl-2-norbornene were 
contained in the product. 
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Example 12 

A tube of 5 mm in inner diameter and 100 mm in length equipped with an outer jacket was filled with 
the solid base prepared in Example 1 {0.94 g) in nitrogen atmosphere. VNB (purity, 99.9 %) was flowed 
5 from the upper end of the tube at a flow rate of 3.4 g/hr. with circulating cooling water kept at 15 to 20* C in 
the jacket 

The effluent from the lower end of the tube was analyzed. The composition of the effluent was as 
follows: 
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The total amount of effluent was 150.9 g and an average purity of ENB was 99.5 %. 
Example 1 3 

25 

In a 100 mi flask in nitrogen atmosphere, the solid base prepared in Example 1 (0.25 g) and then ^4- 
methyl-1-pentene (20.1 g) were charged and the resultant mixture was stirred at a temperature of 15-20 C 
for 16 hours. Gas chromatographic analysis of the resulting reaction mixture revealed that 90.6 % of 2- 
methyl-2-pentene. 8.8 % of 4-methyl-2-pentene and 0.4 % of 4-methyl-1-pentene were contained in the 
30 mixture. 

Example 14 

To a 200 ml flask in nitrogen atmosphere, the solid base prepared in Example 3 (0.25 g) and then 4- 
35 methyi-1-pentene (37.7 g) were added and stinted at a temperature of 15-20*C for 8 hours. Gas 
chromatographic analysis of the resulting reaction mixture revealed that 90.2 % of 2-methyl-2-pentene, 9.3 
% of 4-methyl-2-pentene and 0.3 % of 4-methyl-1 -pentene were contained in the mixture. 

Comparative Example 7 

40 

To a 100 ml flask in nitrogen atmosphere, the solid base prepared in Comparative Example 2 (0.30 g) 
and then 4-methyi-1 -pentene (7.0 g) were added and stirred at a temperature of 15-20* C for 48 hours. Gas 
chromatographic analysis of the resulting reaction mixture revealed that 90.2 % of 4-methyl-1 -pentene, 6.2 
% of 4-methyl-2-pentene and 3.6 % of 2-methyl-2-pentene were contained in the mixture. 

45 

Comparative Example 8 

To a 100 ml flask in nitrogen atmosphere, the solid base prepared in Comparative Example 3 (0.31 g) 
and then 4-methy 1-1 -pentene (15.5 g) were added and stirred at a temperature of 15-20'C for 48 hours. 
50 Gas chromatographic analysis of the resulting reaction mixture revealed that 0.7 % of 4-methyl-1 -pentene, 
31 ,2 % of 4-methyl-2-pentene and 68.0 % of 2-methyl-2-pentene were contained in the mixture. 

Example 15 

55 In a 100 ml flask, 7-alumina containing 2.2 % by weight of water (25.0 g) was charged and then, in 
nitrogen atmosphere, sodium hydride (1.28 g) was added thereto. The resultant mixture was heated to 
350* C with stirring and further stirred at the same temperature for one hour. It was cooled to room 
temperature to obtain a solid base (25.9 g). 
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Examples 16-20 and Comparative Examples 9-11 

In the same manner as In Example 15 but carrying out the reaction under the conditions specified in 
Table 3, a solid base was prepared. 
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Examples 21 

To a 200 ml flask In nitrogen atmosphere, the solid base prepared in Example 15 (0.13 g) and tiien 
VNB (purity, 99.9 %) (65.0 g) were added and the resultant mixture was stirred at a temperature of 15-20* C 
55 for 15 hours. Thereafter, the catalyst was filtered off to give a reaction product (64.3 g). Gas chromatog- 
raphic analysis of the product revealed that 99.6 % of ENB and 0.3 % of VNB were contained in the 
mixture. 
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Examples 22-26 and Comparative Examples 12-14 

In the same manner as in Example 21 but using the solid base and reaction conditions shown in Table 
4, VNB was isomerized to ENB. The results are also shown in Table 4. 
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Example 27 
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To a 100 ml flask in nitrogen atmosphere, the solid base prepared in Example 15 (0.24 g) and then 5- 
isopropenyl-2-norbornene (10.1 % of exo form and 89.9 % of endo fonm) (28.9 g) were added and stirred at 
a temperature of 15-20*C for 20 hours. Gas chromatographic analysis of the resulting reaction mixture 
revealed that 99.3 % of 5-isopropy[idene-2-norbornene, 0.3 % of exo-5-isopropenyI-2-norbomene and less 
than 0.1 % of endo-5-isopropynyl-2-norbornene were contained in the product. 

Example 28 

A tube of 5 mm in inner diameter and 100 mm in length equipped with an outer jacket was filled with 
the solid base prepared in Example 15 (0.95 g) in nitrogen atmosphere. VNB (purity. 99.9 %) was flowed 
from the upper end of the tube at a flow rate of 3.4 g/hr. with circulating cooling water kept at 15 to 20* C in 
the jacket. 

The effluent from the lower end of the tube was analyzed. The composition of the effluent was as 
follows: 

Time (hrs.) VNB (%) ENB (%) 
15 0.3 99,5 

25 0.3 99.5 

35 0.3 99.5 

45 0.3 99.5 



The total amount of effluent was 152.1 g and an average content of ENB was 99.5 %. 
Example 29 

To a 100 ml flask in nitrogen atmosphere, the solid base prepared in Example 15 (0.25 g) and then 4- 
methyl-1 -pentene (23.0 g) wore added and the resultant mixture was stirred at a temperature of 15-20* C for 
16 hours. Gas chromatographic analysis of the product revealed that 90.2 % of 2-methyl-2-pentene. 9.2 % 
of 4-methyI-2-pentene and 0.4 % of 4-methyl-1 -pentene were contained in the product. 

Example 30 

To a 200 ml flask in nitrogen atmosphere, the solid base prepared in Example 19 (0.24 g) and then 4- 
methyl-1 -pentene (36.2 g) were added and the resultant mixture was stirred at a temperature of 15-20* C for 
8 hours. Gas chromatographic analysis of the product revealed that 89.9 % of 2-methyI-2-pentene, 9.8 % of 
4-methyl-2-pentene and 0.3 % of 4-methyl-l -pentene were contained In the product. 

Comparative Example 15 

To a 100 ml flask in nitrogen atmosphere, the solid base prepared in Comparative Example 10 (0,30 g) 
and tiien 4-methyl-1 -pentene (6.4 g) were added and the resultant mixture was stirred at a temperature of 
15-20*C for 48 hours. Gas chromatographic analysis of the product revealed that 89.3 % of 4-methyl-1- 
pentene, 6.8 % of 4-methyl-2-pentene and 3.9 % of 2-methyl-2-pentene were contained in the product. 

Comparative Example 16 

To a 100 ml flask in nitrogen atmosphere, the solid base prepared in Comparative Example 11 (0.30 g) 
and then 4-methyi-1 -pentene (15.3 g) were added and the resultant mixture was stirred at a temperature of 
15-20*C for 48 hours. Gas chromatographic analysis of the product revealed that 0.6 % of 4-methyl-1- 
pentene, 27.9 % of 4-methyl-2-pentene and 71.1 % of 2-methyl-2-pentene were contained in the product. 

Claims 
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1- A solid base which is obtainable by reacting alumina with an alkali metal hydroxide and an a!l<ali metal 
hydride or reacting water-containing alumina with an alkali metal hydride in an amount more than the 
molar equivalent of water contained in the water-containing alumina, at a temperature or 200 to 500* C 
in an inert gas atmosphere. 

5 ^ 

2. The solid base according to claim 1 which is obtainable by reacting alumina with an alkali metal 
hydroxide and an alkali metal hydride. 

3. The solid base according to claim 2, wherein the alumina and the alkali metal hydroxide is reacted at a 
70 temperature of 250 to 450* C 

4. The solid base according to claim 2, wherein the alkali metal hydride Is reacted with a reaction product 
or the alumina and the alkali metal hydroxide at a temperature of 250 to 450* C. 

75 5. The solid base according to claim 2, wherein the alkali metal hydroxide is 

lithium hydroxide, sodium hydroxide, potassium hydroxide, rubidium hydroxide, cesium hydroxide 
or a mixture thereof. 

6. The solid base according to claim 2, wherein an amount of the alkali metal hydroxide Is from 5 to 40 % 
20 by weight based on the weight of alumina. 

7. The solid base according to claim 2, wherein an amount of the alkali metal hydride is from 2 to 10 % 
by weight based on the weight of alumina. 

25 8. The solid base according to claim 2, wherein the alumina is selected from the group consisting of 7- 
alumina, x-alumlna, p-alumina, ipalumina and mixtures thereof. 

9. The solid base according to claim 1 which is obtainable by reacting the water-containing alumina with 
the alkali metal hydride. 

30 

10. The solid base according to claim 9, wherein the water-containing alumina and the alkali metat hydride 
is reacted at a temperature of 250 to 450* C. 

11. The solid base according to claim 2 or 9, wherein the alkali metal hydride is sodium hydride, potassium 
35 hydride or lithium hydride. 

12. The solid base according to claim 9, wherein the water-containing alumina is reacted with the alkali 
metal hydride in an amount of 1.01 to 2 time molar equivalents of water contained in the alumina. 

40 13. The solid base according to claim 9, wherein the alkali metal hydride Is added in two portions, the first 
one of which is in an amount not more than a molar equivalent of water contained in the water- 
containing alumina and the second one of which is the rest of the alkali metal hydride. 

14. The solid base according to claim 9. wherein the first portion of the alkali metal hydride is used in an 
45 amount of 0.2 to 1 time molar amount of water contained in the alumina. 

15- The solid base according to claim 9, wherein the alkali metal hydride is added in one portion and 
reacted with the water-containing alumina. 

50 16. The solid base according to claim 9. wherein the alumina is one selected from the group consisting of 

water-containing y-alumina, x-alumina, p-alumina and jj-alumina. > 

17. The solid base according to claim 9, wherein the water content of the water-containing alumina is 1.2 to 
10% by weight. 

55 

18. A process for preparing a solid base according to any one of claims 1 to 17 which comprises reacting 
alumina with an alkali metal hydroxide and an alkali metal hydride or reacting water-containing alumina 
with an alkali metal hydride in an amount more than the molar equivalent of water contained In the 
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water-containing alumina, at a temperature of 200 to 500* C in an inert gas atmosphere. 

19. A process for preparing an internal olefin comprising isomerizing an olefin in the presence of a catalyst 
according to any one of claims 1 to 17. 

20. The process according to claim 19, wherein the solid base is used in an amount of from 1/2.000 to 1/50 
parts by weight per part of the olefin. 

21. The process according to claim 19, wherein the isomerization temperature is in a range of from -10 to 
+ 100' C. 

Revendications 

1. Line base solide qui est accessible en faisant reagir Talumine avec un hydroxyde de metal alcalin et un 
hydrure de metal alcalin ou en faisant reagir de I'alumine contenant de Teau avec un hydrure de mdtal 
alcalin en quantite de plus de T^quivalent molaire de Teau contenue dans Talumine contenant de I'eau, 
k une temperature de 200 a 500* C en atmosphere de gaz inerte. 

2. La base solide selon la revendication 1, qui est accessible en faisant reagir I'alumine avec un 
hydroxyde de metal alcalin et un hydrure de metal alcalin. 

3. La base solide selon la revendication 2. dans laquelle on fait reagir I'alumine et Thydroxyde de metal 
alcalin h une temperature de 250 a 450* C. 

4. La base solide selon la revendication 2, dans laquelle on fait reagir I'hydrure de metal alcalin avec un 
produit de reaction de Talumine et de Thydroxyde de metal alcalin ^ une temperature de 250 h 450 *C. 

5. La base solide selon la revendication 2. dans laquelle Thydroxyde de metal alcalin est I'hydroxyde de 
lithium, rhydroxyde de sodium, I'hydroxyde de potassium, I'hydroxyde de nabidium, I'hydroxyde de 
cesium ou un de leurs melanges. 

6. La base solide selon la revendication 2, dans laquelle la quantite de i'hydroxyde de metal alcalin est de 
5 a 40 % en polds par rapport au poids d'alumine. 

7. La base solide selon la revendication 2. dans laquelle la quantite de I'hydrure de metal alcalin est de 2 
^ 10 % en poids par rapport au poids d'alumine. 

8. La base solide selon la revendication 2. dans laquelle I'alumine est choisie parmi I'alumine 7. I'alumine 
X, I'alumine p, I'alumine t} contenant de I'eau et leurs melanges. 

9. La base solide selon la revendication 1 qui est accessible en faisant reagir I'alumine contenant de I'eau 
avec I'hydrure de metal alcalin. 

10. La base solide selon la revendication 9, dans laquelle on fait reagir I'alumine contenant de I'eau et 
I'hydrure de metal alcalin a une temperature de 250 a 450* C. 

11. La base solide selon la revendication 2 ou 9. dans laquelle I'hydrure de metal alcalin est I'hydrure de 
sodium, I'hydrure de potassium ou I'hydrure de lithium. 

12. La base solide selon ia revendication 9, dans laquelle on fait reagir Talumine contenant de I'eau avec 
I'hydrure de m^tal alcalin en quantite de 1 ,01 ^ 2 equivalents molaires par rapport k I'eau contenue 
dans Talumine. 

13- La base solide selon la revendication 9, dans laquelle I'hydrure de metal alcalin est aioute en deux 
portions, la premiere qui est en quantite de pas plus d'un equivalent molaire par rapport a I'eau 
contenue dans i'alumine contenant de I'eau et la seconde qui est le reste de I'hydrure de metal alcalin. 

14. La base solide selon la revendication 9. dans laquelle la premiere portion de I'hydaire de metal alcalin 
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est utiltsee en quantite de 0,2 a 1 fois la quantite molaire d'eau contenue dans i'alumine. 

15. La base solids selon la revendication 9, dans laquelle on ajoute I'hydnjre de metal alcalin en une 
portion et on fait reagir avec Talunnine contenant de Teau. 

5 

16. La base solide selon la revendication 9, dans laquelle Talunnine est choisie parnni I'alumine 7, I'alumine 
X, ralumine p et Talumine ij contenant de I'eau. 

17. La base solide selon la revendication 9, dans laquelle la teneur en eau de I'alumine contenant de Teau 
10 est de 1 ,2 ^ 10 % en poids. 

18...Un precede pour preparer une base solide selon I'une quelconque des revendications 1 a 17, qui 
comprend la reaction de I'alumine avec un hydroxyde de metal alcaiin et un hydrure de metal alcalin 
ou la reaction d'alumine contenant de I'eau avec un hydrure de metal alcalin en quantite de plus de 
75 r^quivalent molaire de I'eau contenue dans i'alumine contenant de I'eau, a une temperature de 200 h 
500* C en atmosphere de gaz inerte. 

19. Un precede pour preparer une define interne, comprenant Tisomerisation d'une define en presence 
d'un cataiyseur selon i'une quelconque des revendications 1 a 17. 

20 

20. Le precede selon la revendication 19, dans lequel la base solide est utilisee en quantite de 1/2 000 k 
1/50 partie par partie en poids de Tolefine. 

21. Le precede selon la revendication 19, dans lequel la temperature d'isomerisation est dans un intervalle 
25 de -10 k +100*C. 

AnsprUche 

1. Feste Base erhaltlich durch Umsetzung von Aluminiumoxid mit einem Alkalimetallhydroxid und einem 
30 Alkali metal Ihydrid Oder durch Umsetzung von wasserhaltigem Aluminiumoxid mit einem Alkalimetallh- 

ydrid in einer Menge. die grofler als das molare Aquivalent des in dem wasserhaltigen Aluminiumoxid 
enthaltenen Wassers ist, bei einer Temperatur von 200 bis 500* C in einer Inertgasatmosphare. 

2. Feste Base nach Anspruch 1 , erhaltlich durch Umsetzung von Aluminiumoxid mit einem Aikalimetallh- 
35 ydroxid und einem Alkalimetallhydrid. 

3. Feste Base nach Anspruch 2, wobei das Aluminiumoxid und das Alkalimetallhydroxid bei einer 
Temperatur von 250 bis 450 ' C umgesetzt werden. 

40 4. Feste Base nach Anspruch 2, wobei das Alkalimetallhydrid mit einem Umsetzungsprodukt aus Alumini- 
umoxid und dem Alkalimetallhydroxid bei einer Temperatur von 250 bis 450* C umgesetzt wird. 

5. Feste Base nach /Vnspnjch 2, wobei das Alkalimetallhydroxid Lithiumhydroxid, Natriumhydroxid, Kali- 
umhydroxid, Rubidiumhydroxid, Casiumhydroxid Oder ein Gemisch davon ist. 

45 

6. Feste Base nach Anspruch 2 mit einem Alkali metallhydroxidantei I von 5 bis 40 Gew.-%, bezogen auf 
das Gewicht an Aluminiumoxid. 

7. Feste Base nach Anspruch 2 mit einem Alkalimetallhydridanteil von 2 bis 10 Gew.-%, bezogen auf das 
50 Gewicht an Aluminiumoxid. 

8. Feste Base nach Anspruch 2. wobei das Aluminiumoxid 7-Aluminiumoxid. x-Aluminiumoxid, p-Alumini- 
umoxid, Tj-Aluminiumoxid oder ein Gemisch davon ist'. 

55 9. Feste Base nach Anspruch 1 , erhaltlich durch Umsetzung des wasserhaltigen Aluminiumoxids mit dem 
Alkalimetallhydrid. 

10. Feste Base nach Anspruch 9, wobei das wasserhaltige Aluminiumoxid und das Alkalimetallhydrid bei 
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einer Temperatur von 250 bis 450* C umgesetzt werden. 

11. Feste Base nach Anspruch 2 oder 9, wobei das Alkaiimetallhydrid Natriumhydrid, Kaliumhydrid oder 
Uthiumhydrid ist. 

5 

12. Feste Base nach Anspruch 9, wobei das wasserhaltige Aluminiumoxid mit dem Alkaiimetallhydrid in 
einer Menge des 1,01- bis 2-fachen nnolaren Aquivalents des in dem Aluminiumoxid enthaltenen 
Wassers umgesetzt wird. 

70 13. Feste Base nach Anspruch 9, wobei das Alkaiimetallhydrid in zwei Teilen zugegeben wird, wobei der 
erste davon eine Menge von hochstens einem molaren Aquivalent des im wasserhaltigen Aluminium- 
oxid enthaltenen Wassers umfaiSt und der zweite der Rest des Alkalimetailhydrids ist. 

14, Feste Base nach Anspruch 9, wobei der erste Teil des AJkalimetallhydrids in der 0,2- bis 1-fachen 
IS molaren Menge des im Aluminiumoxid enthaltenen Wassers eingesetzt wird. 

15. Feste Base nach Anspruch 9. wobei das Alkaiimetallhydrid auf einmal zugegeben und mit dem 
wasserhaltigen Aluminiumoxid umgesetzt wird. 

20 16. Feste Base nach Anspruch 9, wobei das Aluminiumoxid, wasserhaltiges -r Aluminium, x-Aluminium, p- 
Aluminium oder ^-Aluminium ist. 

17. Feste Base nach Anspruch 9, wobei der Wassergehalt des wasserhaltigen Aiuminiumoxids 1,2 bis 10 
Gew.-% betragt 

25 

18. Verfahren zur Herstellung einer festen Base nach einem der AnsprUche 1 bis 17, umfassend die 
Umsetzung von Aluminiumoxid mit einem Alkalimetalihydroxid und einem Alkaiimetallhydrid oder die 
Umsetzung von wasserhaltigem Aluminiumoxid mit einem Alkaiimetallhydrid, in einer Menge die grower 
ais das molare Aquivalent des in dem wasserhaltigen Aluminiumoxid enthaltenen Wassers ist, bei einer 

30 Temperatur von 200 bis 500* C in einer Inertgasatmosphare. 

19. Verfahren zur Herstellung eines inneren Olefins, umfassend die Isomerisierung eines Olefins in 
Gegenwart eines Katalysators nach einem der AnsprUche 1 bis 17. 

35 20. Verfahren nach Anspmch 19, wobei die feste Base in einer Menge von 1/2000 bis 1/50 Gewichtsteiien 
je Teil Olefin verwendet wird. 

21. Verfahren nach Anspruch 19, wobei die Isomerisierungstemperatur im Bereich von -10 bis +100*0 
tiegt. 

40 
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